REGD . GOA - 5 


Panaji, 3rd May, 1990 (Vaisakha 13, 1912) 


SERIESTNo. 5 


OFFICIAL GAZETTE 


सत्यमेव जयते 


GOVERNMENT OF GOA 


If no 


GOVERNMENT OF GOA 

Agriculture Department 


within a period of twenty -one days . 
action has been initiated by the Inspector 
within the said period of twenty -one days from 
the date of issue of the said notice , the notice 
of stop sale shall be deemed to have been 
revoked . " 


ORDER 
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3. In Schedule - I to the said order , under the 
heading " Part --- A. Specifications of fertilisers " 

( 1 ) Under the sub-heading " 1. (b ) Straight phos 
phatic fertilisers" , serial number 8 and the entries 
relating thereto shall be omitted . 


Government of India , Ministry of Agriculture 
(Department of Agriculture and Cooperation ) 
New -Delhi order No. 1-4 / 89 -Fort- Law dated 12-2-90 
published in the Gazette of India , (Extraordinary ) 
Part II section 3 , sub - section ( II ) is hereby 
republished in the Official Gazette for general 
information of the public . 

D. N. Accawade, Under Secretarý (Agriculture ) . 
Panaji, 4th April , 1990 . 


( 2 ) Under the sub -heading " 1. (d ) N. P. Ferti 
lisers " after serial number 12 and the entries relat 
ing thereto , the following serial number and entries 
shall be added , namely : - 


Name of the fertilisers 


Specification 


1 


2 


No. 1-4 /89_Fert . Law 


( i ) Moisture per cent by 

weight, maximum . 


1.5 


GOVERNMENT OF INDIA 


" 13. Ammonium 

Nitrate 
Phosphate 
( 23.23-0 ) 


MINISTRY OF AGRICULTURE 


( ii ) Total nitrogen per cent 

by weight, minimum . 


(Department of Agriculture and Cooperation ) 


New Delhi, the 12th February , 1990 

ORDER 


( iii) Nitrogen in ammoniacal 
form per 

cent by 
weight , minimum . 


13.0 


( iv ) Nitrogen in nitrate form 

per cent by weight, 
maximum . 


10.0 


S. O. 140 ( E ) . In exercise of the powers conferred 
by Section 3 of the Essential Commodities Act , 1955 
( 10 of 1955 ) , the Central Government hereby makes 
the following order further to amend the Fertiliser 
(Control) Order , 1985, namely : 

1. (1 ) This order may be called the Fertiliser 
(Control) (Amendment ) Order , 1990 . 


( v ) Neutral ammonium ci 

trate soluble phosphate 
(as P ,05) per cent by 
weight , minimum . 


( vi) Water soluble phos 

phate (as F ,05) per 
cent by weight, mini 
mum . 


20.5 


( 2 ) It shall come into force on the date of its 
publication in the Official Gazette . 


90 per 


- 


(vii ) Particle size 

cent of the material 
shall pass through 4mm 
IS sieve and be retained 
on 1 mm IS sieve . 


2. In the Fertiliser (Control) Order, 1985 , (here 
inafter referred to as the said order ) , in sub - clause 
( 1 ) of clause 28 , after the second proviso thereunder , 
the following proviso shall be added , namely : 

" Provided also that the inspector shall give the 
stop sale notice , in writing , to the person whose : 
stocks have been detained and initiate appro 
priate action as per the provisions of this order 


Not more than 5 per 
cent shall be below 
1 mm IS sieve. " 


(3 ) after serial number 9 of the sub -heading 
" 1. (f ) Micronutrients " , the following sub -heading 
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serial number and the entries relating thereto shall 
be added , namely : 


1 


2 


by weight shall be re 
tained on 1 

IS 
sieve . " 


11 


Name of the Fertilisers . 


Specifications 


" 1. ( 9 ) Fortified 

Fertilisers . 


1 


12.0 


Boronated 
Single Super 
Phosphate 
( 16 % P ,05 
Powdered ) 


( i) Moisture per cent by 

weight, maximum . 
( ii ) Free phosphoric acid 

(as P ,0z ) per cent by 

weight, maximum . 
( iii ) Water soluble phos 

phate (as P2O ) per cent. 
by weight, minimum . 


16.0 


( iv ) Boron (as B ) per cent 

by weight, maximum . 


0.18 


Sd / 

( R. M. Sethi) 
Joint Secretary to the Government of India . 
Foot Note : The Fertiliser (Control) Order , 1985 

was published vide G.S.R. 758 ( E ) 
dated 25th September , 1985 and 

subsequently amended by , - 
( i) G. S. R. 201 ( E ) dated 14th February , 

1986 . 
( ii) G. S. R. 1160 ( E ) dated 21st October, 

1986 . 
( iii) S.O. 822 ( E ) dated 14th September, 

1987 . 
( iv ) S.O. 1079 ( E ) dated 11th December , 

1987 . 
( v ) S. Q. 252 (E ) da 

dated 11th March , 1988 . 
( vi ) S.O. 724 ( E ) dated 28th July , 1988 . 
( vii ) S.O.725 ( E ) dated 28th July , 1988 . 
(viii ) S.O. 940 ( E ) dated 11th October , 

1988 .. 
S. O. 498 ( E ) dated 29th June , 1980 . 

S.O. 581 ( E ) dated 27th July , 1989 . 
(xi) S.O. 673 ( E ) dated 25th August , 

1989 . 
(xii) S. O. 738 ( E ) dated 15th September , 

1989 . 


i 


Zincated Urea . 


(i ) Moisture per cent by 

weight, maximum . 


1.0 


( li) Total nitrogen per cent 

by weight, ( on dry 
basis ) minimum . 


43.0 


( ii ) Zinc (as Zn ) per cent 

by weight, minimum . 


2.0 


( iv ) Biuret 

per 

cent 
weight , maximum . 


by 


1.5 


90 per 


( v ) Particle size - 

cent of the material 
shall pass through 
2.8 mm IS sieve and not 
less than 80 per cent 


GOVT. PRINTING PRESS COA 
(Imprensa Nacional Goa ) . 

PRIOE 0-25 Pe. 


